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(54) Coating for medical devices 

(57) The present invention includes biocompatible 
coatings and films for use on implantable medical de- 
vices and medical devices containing such coatings and 
films applied to a surface thereof, which coatings/films 
are present on the device in an amount effective to pro- 
vide an inert surface to be in contact with body tissue of 
a mammal upon implantation of the device in the mam- 
mal, and contain a film-forming polyfluoro copolymer 
prepared from an amount of a monomer selected from 



the group consisting of vinylidenefluoride and tetrafluor- 
oethylene, and an amount of a second monomer other 
than the first monomer, wherein the amounts of the first 
and second monomers are. effective to provide the coat- 
ing and films with properties effective for use in coating 
implantable medical devices when the coated device is 
subjected to a maximum temperature of less than about 
100°C. 
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Description 

FIELD OF THE INVEr^TION 

[0001] The invention relates to the use of polyfluoro 
copolymers as coatings for implantable surgical medical 
devices. 

BACKGROUNH OF THE INVENTION 

[0002] Implantable medical devices are used in vari- 
ous medical procedures. Such devices include, without 
limitation, stents, catheters, sutures, meshes, vascular 
grafts, shunts and filters for removing emboli. 
[0003] Stents, which generally are open tubular struc- 
tures, have become increasingly important in medical 
procedures to restore the function of body lumens. 
Stents now are commonly used in translumenial proce- 
dures such as angioplasty to restore adequate blood 
flow to the heart and other organs. However, deploy- 
ment of stents may stimulate foreign body reactions 
thereto that result in thrombosis or restenosis. 
[0004] To avoid these complications, a variety of stent 
coatings and compositions have been proposed to re- 
duce the incidence of these complications. The coatings 
may be capable themselves of reducing the stimulus the 
stent provides to the injured lumen wall, thus reducing 
the tendency towards thrombosis or restenosis. Alter- 
nately, the coating may deliver a pharmaceutical/thera- 
peutic agent or drug to the lumen that reduces smooth 
muscle tissue proliferation or restenosis. The reported 
mechanism for delivery of the agent has been via diffu- 
sion of the agent through either the bulk polymer, or 
through pores that are created in the polymer structure, 
or by erosion of a biodegradable coating. 
[0005] Both bioabsorbable and biostable composi- 
tions have been reported as coatings for stents. They 
generally have been polymeric coatings that either en- 
capsulate a pharmaceutical/therapeutic agent or drug, 
e.g. taxol, rapamycin, etc., or bind such an agent to the 
surface, e.g. heparin-coated stents. These coatings are 
applied to the stent in a number of ways, Including, 
though not limited to, dip, spray, or spin coating proc- 
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high temperatures, e.g. greater than about 125-200"C, 
that correspond to the melting temperature of the poly- 
mer. 

[0008] It would be advantageous to develop coatings 
5 for implantable medical devices that will reduce throm- 
bosis, restenosis, or other adverse reactions, that may 
include, but do not require, the use of pharmaceutical 
or therapeutic agents or drugs to achieve such affects, 
and that possess physical and mechanical properties ef- 
10 fective for use in such devices when subjected to rela- 
tively low maximum temperatures. 

si IMMARY OF THE INVENTION 

is [0009] The present invention includes biocompatible 
coatings and films for use on Implantable medical de- 
vices and medical devices comprising such coatings 
and films applied to a surface thereof that is to be in 
contact with body tissue of a mammal. The biocompat- 
20 ble film provides an inert surface to be In contact with 
body tissue of a mammal upon implantation of the de- 
vice in the mammal. The coating and film comprise a 
film-forming polyfluoro copolymer prepared from an 
amount of a first monomer selected from the group con- 
25 sistlngofvinylidenefiuoricleandtetrafluoroethylene.and 
an amount of a second monomer other than the first 
monomer, said second monomer being capable of pro- 
viding elastomeric properties to the polyfluoro copoly- 
mer, wherein the amounts of the first monomer and the 
30 second monomer are effective to provide the coating 
and film with properties effective for use in coating im- 
plantable medical devices when the coated device is 
subjected to a maximum temperature of less than about 



100 C C. 



35 



BRIEF DESCRIPTION OF THE FIGURES 



[0006] One class of biostable materials that has been 
reported as coatings for stents is polyfluoro homopoly- 
mers. Polytetrafluoroethylene (PTFE) homopolymers 
have been used as implants for many years. These 
homopolymers are not soluble in any solvent at reason- 
able temperatu res and therefore are difficult to coat onto 
small medical devices while maintaining important fea- 
tures of the devices (e.g. slots in stents). 
[0007] Stents with coatings made from polyvinyl iden- 
eflouride homopolymers and containing pharmaceuti- 
cal/therapeutic agents or drugs for release have been 
suggested. However, like most crystalline polyfluoro 
homopolymers. they are difficult to apply as high quality 
films onto surfaces without subjecting them to relatively 



[0010] Figure 1 indicates the fraction of drug released 
as a function of time from coatings of the present inven- 

40 tion over which no topcoat has been disposed. 

[001 1] Figure 2 indicates the fraction of drug released 
as a function of time from coatings of the present inven- 
tion including a topcoat disposed thereon. 
[0012] Figure 3 indicates the fraction of drug released 

45 as a function of time from coatings of the present inven- 
tion over which no topcoat has been disposed. 
[Q01 3] Figure 4 indicates in vivo stent release kinetics 
of rapamycin from poiy(VDF/HFP). 

so DETAILED DESCRIPTION OF THE INVENTION 

[0014] The present invention provides polymeric 
coatings comprising a polyfluoro copolymer and stents 
coated with a film In effective amounts to reduce throm- 
55 bosis and/or restenosis when such stents are used in, 
e.g. angioplasty procedures. As used herein, polyfluoro 
copolymers means those copolymers prepared from an 
amount of a first monomer selected from the group con- 
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sisting of viny lidenef luoride and tetrafluoroethylene, and 
an amount of a second monomer other than the first 
monomer, said second monomer being capable of pro- 
viding elastomeric properties to the poiyfluoro copoly- 
mer, wherein the amounts of the first monomer and the 
second monomer are effective to provide coatings made 
from such PVDF copolymers with properties effective 
for use in coating implantable medical devices, where 
the coated device is subjected to a maximum tempera- 
ture of less than about 100°C. The coatings may com- 
prise pharmaceutical or therapeutic agents for reducing 
thrombosis or restenosis, and stents coated with such 
coatings may provide sustained release of the agents. 
Films prepared from the poiyfluoro copolymer coatings 
provide the required physical and mechanical properties 
required of conventional coated medical devices, while 
maintaining maximum temperatures to which the de- 
vice, coatings and films are exposed at relatively low 
temperatures, e.g. less than about 1 00°C, preferably at 
about ambient temperatures. This is particularly impor- 
tant when using the coating/film to deliver pharmaceu- 
tical/therapeutic agent or drugs that are heat sensitive, 
or when applying the coating onto temperature-sensi- 
tive devices such as, but not limited to, catheters. 
[0015] The present invention comprises poiyfluoro 
copolymers that provide improved biocompatible coat- 
ings for medical devices, These coatings provide inert 
surfaces to be In contact with body tissue of a mammal, 
e.g. a human, sufficient to reduce thrombosis, or reste- 
nosis, or other undesirable reactions. While most report- 
ed coatings made from poiyfluoro homopolymers re- 
quire high heat, e.g. greater than about 125°C, to obtain 
films with adequate physical and mechanical properties 
for use on implantable devices, e.g. stents, films pre- 
pared from the poiyfluoro copolymers of the present in- 
vention provide adequate adhesion and resistance to 
cracking when formed on medical devices and subject- 
ed to relatively low maximum temperatures, e.g. less 
than about 1 00*C, preferably less than about 65°C t and 
more preferably less than about 60°C. 
[0016] The poiyfluoro copolymers used for coatings 
according to the present invention must be film-forming 
polymers that have molecular weight high enough so as 
not to be waxy or tacky. The polymers and films formed 
therefrom must adhere to the stent and not be readily 
deformable after deposition on the stent as to be able 
to be displaced by hemodynamic stresses. The polymer 
molecular weight must be high enough to provide suffi- 
cient toughness so that films comprising the polymers 
will not be rubbed off during handling or deployment of 
the stent. In certain embodiments the coating will not 
crack where expansion of the stent occurs. The flow 
point of the polymer used in the present invention should 
be above 40°C, preferably above about 45°C, more 
preferably above 50°C and most preferably above 
55°C. 

[0017] Coatings of the present invention comprise 
poiyfluoro copolymers.as defined hereinabove. The 



second monomer used to prepare the poiyfluoro copol- 
ymer may be selected from those biocompatible mono- 
mers that would provide biocompatible polymers ac- 
ceptable for implantation in a mammal, while malntain- 

* ing sufficient elastomeric film properties for use on med- 
ical devices claimed herein. Such monomers include, 
without limitation, hexafluoropropylene (HFP), 
tetrafluoroethylene fTFE), vinylidenefluoride, 1-hydro- 
pentafluoropropylene, perfluoro(methyl vinyl ether), 

10 chlorotrifluoroethylene (CTFE), pentafluoropropene, tri- 
fluoroethyiene, hexafiuoroacetone and hexafluoroi- 
sobutylene. 

[001 8] Preferred poiyfluoro copolymers are prepared 
from vinylidinef luoride as the first monomer and HFP as 
the second monomer, in the weight ratio of from about 
50 to about 85 weight percent vinylidinef luoride to about 
50 to about 15 weight percent HFP. More preferably, 
PVDF copolymers are prepared with from about 55 to 
about 70 weight percent vinylldinefluoride and from 

so about 45 to about 30 weight percent HFP. Even more 
preferably, PVDF copolymers are prepared with from 
about 55 to about 65 weight percent vinylldinefluoride 
and from about 45 to about 35 weight percent HFP. The 
polyvinyiidenefluoride (PVDF) copolymers are soluble, 

25 in varying degrees, in solvents such as dimethyl aceta- 
mide (DMAc), tetrahydrofuran, dimethyl fonmamide, 
dimethyl sulfoxide and n-methyl pyrrolidone. Some are 
soluble in methylethylketone (MEK), acetone, methanol 
and other solvents commonly used in applying coatings 

30 to conventional implantable medical devices. 

[0019] Conventional poiyfluoro homopolymers are 
crystalline and difficult to apply as high quality films onto 
metal surfaces without exposing the coatings to relative- 
ly high temperatures that correspond to the melting tem- 

35 perature (Tm) of the polymer. The elevated temperature 
serves to provide films prepared from such PVDF 
homopolymer coatings that exhfcit sufficient adhesion 
of the film to the device, while preferably maintaining 
sufficient flexability to resist film cracking upon expan- 

40 sion/contractlon of the coated medical device. Films and 
coatings according to the present invention provide 
these same physical and mechanical properties, or es- 
sentially the same properties, even when the maximum 
temperatures to which the coatings and films are ex- 

45 posed is less than about 1 00°C, and preferably less than 
about 65°C. This is particularly Important when the coat- 
ings/films comprise pharmaceutical or therapeutic 
agents or drugs that are heat sensitive, e.g. subject to 
chemical or physical degradation or other heat-induced 

50 negative affects, or when coating heat sensitive sub- 
strates of medical devices, e.g. subject to heat-induced 
compositional or structural degradation. 
[0020] One embodiment of the invention comprises 
stents coated with a film of a PVDFcopolymer according 

55 to the present invention. Conventional stents are used 
in translumenial procedures such as angioplasty to re- . 
store adequate blood flow to the heart and other organs. 
They generally are cylindrical and perforated with pas- 
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sages that are slots, ovoid, circular or the like shape. 
Stents also may be composed of helically wound or ser- 
pentine wire structures in which the spaces between the 

wires form passages. Stents may be flat perforated 
structures that are subsequently rolled to form tubular 
or cylindrical structures that are woven, wrapped 
drilled, etched or cut to form passages Examples of 
stents that may be advantageously coated by PVDF co- 
polymers of the present invention include, but are not 
ftnted to. stents described in U.S. Patent Nos. 
4 733 665; 4,800/862; 4,886,062 and 5,614,154, the 
contents each of which is Incorporated herein in its en- 
tirety as if set forth herein. These stents can be made of 
biocompatible materials, including biostable and b oab- 
sorbable materials. Suitable biocompatible metals in- 
clude, but are not limited to. stainless steel, tantalum, 
titanium alloys (including nltinol). and cobalt alloys (in- 
cluding cobalt-chromium-nickel alloys). Suitable non- 
metallic biocompatible materials include, but are not lim- 
ited to. polyamldes, polyoleftns (I.e. polypropylene pol- 
yethylene etc.). nonabsorbable polyesters (i.e. polyeth- 
ylene terephthalate). and bloabsorbable aliphatic po*- 
esters (i.e. homopolymers and copolymers of lactic acid, 
glycolic add. lactide. glycolkte. para-dioxanone. tri- 
methylene carbonate, e-caprolactone, and blends 

mo2l] f) The film-forming biocompatible polymer coat- 
ings generally are applied to the stent in order to reduce 
local turbulence in blood flow through the stent, as well 
as adverse tissue reactions. The coatings and films 
formed therefrom also may be used to administer a 
pharmaceutical* active material to the site of the stent 
placement Generally, the amount of polymer coating to 
be applied to the stent will vary depending on. among 
other possible parameters, the particular PVDF copoly- 
mer used to prepare the coating, the stent design and 
the desired effect of the coating. Generally, the coated 
stent will comprise from about 0.1 to about 15 weight 
percent of the coating, preferably from about 0.4 to 
about 10 weight percent. The polyfluoro copolymer 
coatings may be applied in one or more coating steps, 
depending on the amount of polyfluoro copolymer to be 
applied. Different polyfluoro copolymers may be used 
for different layers in the stent coating. In fact, In certain 
embodiments, it is highly advantageous to use a diluted 
first coating solution comprising a polyfluoro copolymer 
as a primer to promote adhesion of a subsequent poly- 
fluoro copolymer coating layer that may contain phar- 
maceutically active materials. The individual coatings 
may be prepared from different polyfluoro copolymers. 
[0022] Additionally, a top coating can be applied to de- 
lay release of the pharmaceutical agent, or they could 
be used as the matrix for the delivery of a different phar- 
maceutical^ active material. Layering of coatings can 
be used to stage release of the drug orto control release 
of different agents placed in different layers. 
[0023] Blends of polyfluoro copolymers also may be 
used to control the release rate of different agents or to 



provide desirable balance of coating properties, i.e. 
elasticity, toughness, etc.. and drug delivery character- 
istics eg. release profile. Polyfluoro copolymers with 
different solubilities in solvents can be used to build up 
s different polymer layers that may be used to deliver dif- 
ferent drugs or to control the release profile of a drug. 
For example, PVDF copolymers comprising 85.5/14.5 
(wt/wt) of poly(vinylidlnefluoride/HFP) and 00.6/39.4 
(wt/wt) of poly(vlnylidinefluoride/HFP) are both soluble 

10 in DM Ac. . „ 

[0024] However, only the 60.6*9.4 PVDF copolymer 
is soluble in methanol. So, a first layer of the 85.5/1 4.5 
PVDF copolymer comprising a drug could be over coat- 
ed with a topcoat of the 60.6739.4 PVDF copolymer 
is made with the methanol solvent The top coating can be 
used to delay the drug deliver of the drug contained in 
the first layer. Alternatively, the second layer could con- 
tain a different drug to provide for sequential drug deHy- 
ery Multiple layers of different drugs could be provided 
20 by alternating layers of first one PVDF copolymer then 
the other. As will be readily appreciated by those skilled 
in the art numerous layering approaches can be used 
to provide the desired drug delivery. 
[0025] The coatings can be used to deliver therapeu- 
25 Be and pharmaceutic agents such as. but not limited to: 
entiproliferative/antimitotic agents including natural 
products such as vinca alkaloids (i.e. vinblestine, vinc- 
ristine, and vinorelbine). paclltaxel. epidipodophyllotox- 
ins (i.e. etoposide. teniposide). antibiotics (dacunomy- 
» cin (actinomycln D) daunorubtoln. doxorubicin and Ida- 
rubicin). anthracycllnes. mltoxantrone. bleomycins, pli- 
camycin (mithramycin) and mitomycin, enzymes (^as- 
paraginase which systemlcally metabolizes L-asparag- 
ine and deprives cells which dont have the capacity to 
as synthesize their own asparagine); antlprolHerative/an- 
timltotic alkylating agents such as nitrogen mustards 
(mechlorethamine. cyclophosphamide and analogs, 
melphalan. chlorambucil), ethylenimines and methyl- 
melamines (hexamethylmelamine and thiotepa). alkyl 
40 sulfonates-busulfan, nirtosoureas (carmustine (BCNU) 
and analogs, streptozocin). trazenes - dacarbaz 1 "'" 6 
(DTIC)- antiproliferative/antimitotic antimetabolites 
such as folic acid analogs (methotrexate), pyrimidine 
analogs (fluorouracll, floxuridine. and cytarabine). pu- 
45 rine analogs and related Inhibitors (mercaptopunne, th* 
oguanine. pentostatin and 2-chlorodeoxyedenoslne 
{cladribine}); platinum coordination complexes (cispla- 
tin carboplatin), procarbazine, hydroxyurea, mitotane. 
eminoglutethimlde; hormones (l.e.estrogen); Anticoag- 
so tents (heparin, synthetic heparin sals and other Inhibi- 
tors of thrombin); fibrinolytic agents (such as tissue plas- 
minogen activator, streptokinase and urokinase), aspi- 
rin dipyridamole, ticlopidine, clopidogrel, abciximab; 
antimigratory; antisecretory (breveldin); antiinflammato- 
55 ry- such as adrenocortical steroids (Cortisol, cortisone, 
fludrocortisone, prednisone, prednisolone. 6o-methyl- 
prednisolone, triamcinolone, betamethasone, and dex- 
amethasone). non-steroidal agents (salicylic acid denv- 
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atives i.e. aspirin; para-aminophenol derivatives i.e. ac- 
etaminophen; Indole and indene acetic acids (in- 
domethadn, sulindac, and etodalac), heteroaryi acetic 
acids (tolmetin, diclofenac, and ketorolac), arylpropionic 
acids (ibuprofen and derivatives), anthranilic acids 
(mefenamic acid, and meclofenamic acid), enolic acids 
(piroxicam, tenoxicam, phenylbutazone, and oxyphent- 
hatrazone), nabumetone, gold compounds (auranofin, 
aurothioglucose, gold sodium thiomaiate); immunosup- 
pressive: (cyclosporine/ tacrolimus (FK-506), sirolimus 
(rapamycin) , azathioprine, mycophenolate mofeuT); An- 
giogenic: vascular endothelial growth factor (VEGF), fi- 
broblast growth factor (FGF); nitric oxide donors; anti- 
sense olgio nucleotides and combinations thereof. 
[0026] Coating may be formulated by mixing one or 
more therapeutic agents with the coating polyfluoro co- 
polymers in a coating mixture. The therapeutic agent 
may be present as a liquid, a finely divided solid, or any 
other appropriate physical form. Optionally, the coating 
mixture may include one or more additives, e.g., non- 
toxic auxiliary substances such as diluents, carriers, ex- 
cipients, stabilizers or the like. Other suitable additives 
may be formulated with the polymer and pharmaceuti- 
cal fy active agent or compound. For example hy- 
drophilic polymer may be added to a biocompatible hy- 
drophobic coating to modify the release profile, or a hy- 
drophobic polymer may be added to a hydrophilic coat- 
ing to modify the release profile. One example would be 
adding a hydrophilic polymer selected from the group 
consisting of polyethylene oxide, polyvinyl pyrrolidone, 
polyethylene glycol, carboxylmethyl cellulose, and hy- 
droxymethyl cellulose to a poryfluoro copolymer coating 
to modify the release profile. Appropriate relative 
amounts can be determined by monitoring the in vitro 
and/or in vivo release profiles for the therapeutic agents. 
[0027] The best conditions for the coating application 
are when the poryfluoro copolymer and pharmaceutic 
agent have a common solvent. This provides a wet coat- 
ing that is a true solution. Less desirable, yet still usable, 
. are coatings that contain the pharmaceutical agent as 
a solid dispersion in a solution of the polymer in solvent. 
Under the dispersion conditions, care must be taken to 
ensure that the particle size of the dispersed pharma- 
ceutical powder, both the primary powder size and its 
aggregates and agglomerates, is small enough not to 
cause an irregular coating surface or to clog the slots of 
the stent that need to remain essentially free of coating. 
In cases where a dispersion is applied to the stent and 
the smoothness of the coating film surface requires im- 
provement, or to be ensured that allpartides of the drug 
are fully encapsulated in the polymer, or in cases where 
the release rate of the drug is to be slowed, a clear (pory- 
fluoro copolymer only) topcoat of the same polyfluoro 
copolymer used to provide sustained release of the drug 
or another polyfluoro copolymer that further restricts the > 
diffusion of the drug out of the coating can be applied. 
The topcoat can be applied by dip coating with mandrel 
to clear the slots. This method Is disclosed In United 



States Patent application No. 09/294,1 64, the contents 
of which are incorporated herein in their entirety. Other 
methods for applying the topcoat include spin coating 
and spray coating. Dip coating of the top coat can be 
5 problematic if the drug is very soluble in the coating sol- 
vent, which swells the polyfluoro copolymer, and the 
clear coating solution acts as a zero concentration sink 
and redissolves previously deposited drug. The time 
spent in the dip bath may need to be limited so that the 
io drug is not extracted out into the drug-free bath. Drying 
should be rapid so that the previously deposited drug 
does not completely diffuse into the topcoat. 
[0028] The amount of therapeutic agent will be de- 
pendent upon the particular drug employed and medical 
w condition being treated. Typically, the amount of drug 
represents about 0.001% to about 70%, more typically 
about 0.001% to about 60%, most typically about 
0.001% to about 45% by weight of the coating. 
[0029] The quantity and type of polyfluoro copolymers 
20 employed in the coating film containing the pharmaceu- 
tic agent will vary depending on the release profile de- 
sired and the amount of drug employed. The product 
may contain blends of the same or different poryfluoro 
copolymers having different molecular weights to pro- 
*5 vide the desired release profile or consistency to a given 
formulation. 

[0030] Poryfluoro copolymers may release dispersed 
drug by diffusion. This can result in prolonged delivery 
(over, say 1 to 2,000 hours, preferably 2 to BOO hours) 
so of effective amounts (say, 0.001 u.pycmS-mln to 1 00 u>g/ 
cmZ-min) of the drug. The dosage can be tailored to the 
subject being treated, the severity of the affliction, the 
judgment of the prescribing physician, and the like. 
[0031] Individual formulations of drugs and polyfluoro 
35 copolymers may be tested In appropriate in vitro and in 
vivo models to achieve the desired drug release profiles. 
For example, a drug could be formulated with a Poly- 
fluoro copolymer, or blend of polyfluoro copolymers, 
coated onto a stent and placed in an agitated or circu- 
40 lating fluid system, e.g. 25% ethanol in water. Samples 
of the circulating fluid could be taken to determine the 
release profile (such as by HPLC, UV analysis or use of 
radiotagged molecules). The release of a pharmaceuti- 
cal compound from a stent coating into the interior wall 
45 of a lumen could be modeled in appropriate animal sys- 
tem. The drug release profile could then be monitored 
by appropriate means such as, by taking samples at 
specific times and assaying the samples for drug con- 
centration (using HPLC to detect drug concentration). 
50 Thrombus formation can be modeled in animal models 
using the 111 In-platelet imaging methods described by 
Hanson and Harker, Proc. Natl. Acad. Scl. USA 85: 
31 84-31 88 (1 988). Following this or similar procedures, 
those skilled In the art will be able to formulate a variety 
w of stent coating formulations. 

[0032] While not a requirement of the present inven- 
tion, thecoatings and films may be crosslinked once ap- 
plied to the medical devices. Crossiinking may be affect- 
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ed by any of the known crosslinking mechanisms, such 
as chemical, heat or light. In addition, crosslinking initi- 
ators and promoters may be used where applicable and 
appropriate. In those embodiments utilizing crosslinked 
films comprisingpharmaceutical agents, curing may af- 
fect the rate at which the drug diffuses from the coating. 
Crosslinked polyf luoro copolymers films and coatings of 
the present invention also may be used without drug to 
modify the surface of implantable medical devices. 

Examples: 



Example 1: 

[0033] A PVDF homopoiymer (Soief 1008 from 
Solvay Advanced Polymers, Houston, TX, Tm about 
175°C) and a copolymer of poly(vinylidenefluonde/ 
HFP) 91/9 and 94/6 weight percent vinylidenefluoride/ 
HFP respectively (eg. Solef 11010 and 11008, Solvay 
Advanced Polymers, Houston, TX, Tm about 1 59°C and 
160«C, respectively) were examined as potential coat- 
ings for stents. These polymers are soluble In solvents 
such as, but not limited to, DMAc, N,N-dimethytforma- 
mide (DMF), dimethyl sulfoxide (DMSO), N-methylpyr- 
rolidone (NMP), tetrahydrofuran (THF) and acetone. 
Polymer coatings were prepared by dissolving the pol- 
ymers in acetone, at 5 weight percent as a primer, or by 
dissolving the polymer in 50/50 DMAc/acetone, at 30 
weight percent as a topcoat. Coatings that were applied 
to the stents by dipping and dried at 60«C in air for sev- 
eral hours, followed by 60°C for 3 hours in a <100 mm 
Hg vacuum, resulted in white foamy films. These films 
adhered poorly to the stent and flaked off, indicating they 
were too brittle. When stents coated in this manner were 
heated above 175°C, i.e. above the melting temperature 
of the polymer, a clear, adherent film was formed. These 
conventional coatings require high temperatures, e.g. 
above the melting temperature of the polymer, to 
achieve high quality films. As mentioned above, the high 
temperature heat treatment is unacceptable for the ma- 
jority of drug compounds due to their thermal sensitivity. 

Example 2: 

[0034] A polyfluoro copolymer (Solef 21508) pre- 
pared from 85.5 weight percent vinylidenefluoride and 
14.5 weight percent HFP, as determined by F 19 NMR, 
was evaluated. This copolymer is less crystalline than 
the homopoiymer and copolymers described in Exam- 
ple 1. It also has a lower melting point reported to be 
about 133°C. Once again, a coating comprising about 
1 0 weight percent PVDF copolymer ( was applied from 
a polymer solution in 50/50 DMAc/MEK. After drying (in 
air) at 60°C for several hours, followed by 60°C for 3 
hours in a <100 mtorr Hg vacuum, clear adherent films 
were obtained. This eliminated the need for a high tem- 
perature heat treatment to achieve high quality films. 
Coatings were smoother and more adherent than those 



of Example 1. Some coated stents that underwent ex- 
pansion show some degree of adhesion loss and tent- 
ing; as the film pulls away from the metal, Where nec- 
essary, modification of coatings containing such copol- 

5 ymers may be made, e.g. by addition of plastlclzers or 
the like to the coating compositions. Rims prepared 
from such coatings may be used to coat stents or other 
medical devices, particularly where those devices are 
not susceptible to expansion to the degree of the stents. 

10 [0035] The coating process above was repeated, this 
time with a coating comprising the 85.5/1 4.6 (wt/wt) (vi- 
nylidenefluoride/HFP) and about thirty (30) weight per- 
cent of rapamycin (Wyeth-Ayerst Laboratories, Phila- 
delphla, PA), based on total weight of coating solids. 

15 dear films that would occasionally crack or peel upon 
expansion of the coated stents resulted. Again, while 
cracking and peeling are not acceptable, It is believed 
that Inclusion of plasticizers and the like in the coating 
composition will result in coatings and films for use on 

20 stents and other medical devices. 

Example 3: 

[0036] PVDF copolymers of still higher HFP content 
25 were then examined. This series of polymers were not 
semicrystalline, but rather are marketed as elastomers. 
One such copolymer Is Fluorel 2261Q (from Dyneon, a 
3M-Hoechst Enterprise, Oakdale, MN), a 60.6739.4 (wt/ 
wt) copolymer of vinylidenefluoride^ FP. Although this 
so copolymer has a tg well below room temperature (Tg 
about 20°C) it is not tacky at room temperature or even 
at 60°C. This polymer has no detectable crystflllinity 
when measured by Differential Scanning Calorimetry 
(DSC) or by wide angle X-ray diffraction. Films formed 
35 on stents as described above were non-tacky, clear, and 
expanded without Incident when the stents were ex- 

$037} The coating process above was repeated, this 
time with coatings comprising the 60.6/39.4 (wt/wt) (vi- 

40 nylidenefluoride/HFP) and about nine (9), thirty (30) and 
fifty (50) weight percent of rapamycin (Wyeth-Ayerst 
Laboratories, Philadelphia, PA), based on total weight 
of coating solids, respectively. Coatings comprising 
about 9 and 30 weight percent rapamycin provided 

45 white, adherent, tough films that expanded without inci- 
dent on the stent Inclusion of 50% drug, in the same 
manner, resulted In some loss of adhesion upon expan- 

[0038] Changes In the comonomer composition of the 
so fluoropolymercan also affectthe nature of the solid state 
coating, once dried. For example, the semicrystalline 
copolymer, Solef 21508, containing 85.5% PVDF and 
14.5% by weight HFP forms homogeneous solutions 
with about 30% rapamycin (drug weight divided by total 
55 solids weight, e.g. drug plus copolymer) in DMAc and 
50750 DMAc/MEK. When the film is dried (60°C/16 
hours followed by 60°C/3 hours In vacuum of 100 mm 
Hg) a clear coating, indicating a solid solution of the drug 
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in the polymer, is obtained. Conversely, when an amor- 
phous copolymer, Fluorel 2261 Q, of PDVF/HFP at 
60.6/39.5 (wt/wt) forms a similar 30% solution of ra- 
pamycin in DMAc/MEK and is similarly dried, a white 
film, indicating phase separation of the drug and the pol- * 
ymer, is obtained. This second drug containing film is 
much slower to release the drug into an in vitro test so- 
lution of 25% ethanol In water than is the former clear 
film of crystalline Solef 21508. X-ray analysis of both 
films indicates that the drug is present in a non-crystal- io 
line form. Poor or very low solubility of the drug in the 
high HFP containing copolymer results in slow perme- 
ation of the drug through the thin coating film. Permea- 
bility is the product of diffusion rate of the diffusing spe- 
cies (in this case the drug) through the film (the copory- 
mer) and the solubility of the drug in the film. 

Example 4: In vitro release results of rapamycin from 
coating. 

20 

[0039] Figure 1 is a plot of data for the 85.5/14.5 vi- 
nyiidenefluoride/HFP pofyfluoro copolymer, indicating 
fraction of drug released as a function of time, with no 
topcoat. Figure 2 is a plot of data for the same polyfluoro 
copolymer over which a topcoat has been disposed, in- <?* 
dicating that most effect on release rate is with a clear 
topcoat. As shown therein, TC150 refers to a device 
comprising-150 micrograms of topcoat TC235 refers to 
235 micrograms of topcoat, etc. Figure 3 is a plots for 
the 60.6/39.4 vinylidenefiuoride/HHF polyfluoro copory- 30 
mer, indicating fraction of drug released as a function of 
time, showing significant control of release rate from the 
coating without the use of a topcoat. Release is control- 
led by loading of drug in the film. 

35 

Example 5: in vivo stent release kinetics of rapamycin 
from pory(VDF/HFP). 

[0040] Nine (9) New Zealand white rabbits (2.5-3.0 
kg) on a normal diet were given aspirin 24 hours prior 40 
to surgery, again just prior to surgery and for the remain- 
der of the study. At the time of surgery, animals were 
premedicated with Acepromazine (0.1-0.2 mg/kg) and 
anesthetized with a Ketamine/Xylazine mixture (40 mg/ 
kg and 5 mg/kg, respectively) . Animals were given a sin- *s 
gle intraprocedurai dose of heparin (150 lU/kg, l.v.) 
[0041] Arteriectomy of the right common carotid ar- 
tery was performed and 5 F catheter introducer (Cordis, 
Inc.) coated with a film made from pofy(VDF/HHF) 
(60.6/39.4) placed in the vessel and anchored with lig- so 
atures. Iodine contrast agent was injected to visualize 
the right common carotid artery, brachiocephalic trunk 
and aortic arch. A steerable guide wire (0.014 inch/1 80 
cm, Cordis, Inc.) was inserted Wathe introducer and ad- 
vanced sequentially into each iliac artery to a location 55 
where the artery possesses a diameter closest to 2 mm 
using the angiographic mapping done previously. Two 
stents were deployed in each animal where feasible, 



one in each iliac artery, using 3.0 mm balloon and infla- 
tion to 8-1 0 ATM for 30 seconds followed after a 1 minute 
interval by a second inflation to 8-10 ATM for 30 sec- 
onds. Follow-up angiographs visualizing both iliac arter- 
ies are obtained to confirm correct deployment position 
of the stent. 

[0042] At the end of procedure, the carotid artery was 
ligated and the skin is closed with 3/0 vicryl suture using 
a one layered interrupted closure. Animals were given 
butoropanol (0.4 mg/kg, s.c.) and gentamycin (4 mg/kg, 
i.m.). Following recovery, the animals were . returned to 
their cages and allowed free access to food and water. 
[0043] Due to early deaths and surgical difficulties, 2 
animals were not used in this analysis. Stented vessels 
were removed from the remaining 7 animals at the fol- 
lowing time points: 1 vessel (1 animal) at 10 mln post 
implant; 6 vessels (3 animals) between 45 mln and 2 h 
post-implant (average, 1 .2 hours); 2 vessels (2 animals) 
at 3 d post implant; and 2 vessels (1 animal) at 7 d post- 
implant. I n one animal at 2 hours, the stent was retrieved 
from the aorta rather than the iliac artery. Upon removal, 
arteries were carefully trimmed at both the proximal and 
distal ends of the stent. Vessels were then carefully dis- 
sected free of the stent, flushed to remove any residual 
blood, and both stent and vessel frozen immediately, 
wrapped separately In foil, labeled and kept frozen at 
-80 °C. When all samples had been collected, vessels 
and stents were frozen, transported and subsequently 
analyzed for rapamycin on the stent and in tissue. 

Example 6: Purifying the polymer. 

[0044] The Fluorel 226 1Q copolymer was dissolved 
In MEK at about 10 weight percent and was washed in 
a 50/50 mixture of ethanol/water. The polymer precipi- 
tated out and was separated from the solvent phase by 
centrifugation. The polymer again was dissolved in MEK 
and the washing procedure repeated. The polymer was 
dried after each washing step at 60°C In a vacuum oven 
(<200 mtorr) over night. 

Example 7 : In vivo testing of coated stents in porcine 
coronary arteries. 

[0045] Cross Rex® stents (available from Cordis, a 
Johnson & Johnson Company) were coated with the "as 
received" Fluorel 2261 Q PVDF copolymer and with the 
purified PVDF copolymer of example 6, using the dip 
and wipe approach. The coated stents were sterilized 
using ethylene oxide and a standard cycle. The coated 
stents and bare metal stents (controls) were implanted 
in porcine coronary arteries, where they remained for 
28 days. 

[0046] Angiography was performed on the pigs at im- 
plantation and at 28 days. Angiography indicated that 
the control uncoated stent exhibited about 21 percent 
restenosis. The polyfluoro copolymer "as received" ex- 
hibited about 26% restenosis (equivalent to the control) 
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and the washed copolymer exhibited about 12.5% res- 
tenosis The purified PVDF copolymer was the only 
coating observed to have better angiography results 
than bare metal controls. 

[00471 Histology results reported neointimal area at 
28 days to be2.89±0.2, 3:57±0.4 and 2.75±0.3, respec- 
tively for the bare metal control, the unpurified copoly- 
mer and the purified copolymer. Although the data are 
not statistically significantly different this is the first ob- 
servation of a numerical score for a coated stent that is 
betterthan the bare metal control. 



Claims 

1 An Implantable medical device: comprising, 

a biocompatibie film effective to provide an in- 
ert surface to be in contact with body tissue of a 
mammal upon Implantation of said device In said 
mammal, said film comprising a polyfluoro copoly- 
mer prepared from an amount of a first monomer 
selected from the group consisting of vinylideneflu- 
oride and tetrafiuoroethylene, and an amount of a 
second monomer other than the first monomer, said 
second monomer being capable of providing elas- 
tomeric properties to the polyfluoro copolymer, 
wherein the amounts of the first monomer and the 
second monomer are effective to provide said film 
with properties sufficient for use in coating implant- 
able medical devices when said coated device is 
subjected to a maximum temperature of less than 
about 100 W C. 

2 The device of claim 1 , wherein said copolymer is 
prepared with from about 50 to about 85 weight per- 
cent of the first monomer, and from about 50 to 
about 15 weight percent of the second monomer, 
based on total monomer weight used to prepare 
said copolymer. 

3 The device of claim 1 , wherein said copolymer is 
prepared with from about 55 to about 70 weight per- 
cent vinylidenefluoride, and from about 45 to about 
30 weight percent of the second monomer, based 
on total monomer weight used to prepare said co- 
polymer. 

4. The device of claim 1 , wherein said copolymer is 
prepared with from about 55 to about 65 weight per- 
cent vinylidenefluoride, and from about 45 to about 
35 weight percent of the second monomer, based 
on total monomer weight used to prepare said co- 
polymer. 

5. The device of claim 1 wherein said second mono- 
mer is selected from the group consisting of hex- 
afluoropropylene, tetrafiuoroethylene, vinylidene- 
fluoride, 1-hydropentafluoropropylene, perfluoro 



(methyl vinyl ether), chlorotrifluoroethylene, pen- 
tafluoropropene, trifluoroethylene, hexafluoroace- 
tone and hexafluoroisobutylene. 

5 6. The device of claim 4 wherein said second mono- 
mer is hexafluoropropylene. 

7. The implantable medical device of dalm 1 , wherein 
said film further comprises a therapeutic and/or 

10 pharmaceutical agent 

8. The implantable device of claim 1 wherein said film 
comprises a polyvinylldenefluoride copolymer ef- 
fective to provide said film with properties sufficient 

t5 for use in coating implantable medical devices 
when said coated device is subjected to a maximum 
temperature of less than about 65 e C. 

9. A biocompatible coating for use on implantable 
20 medical devices: said coating comprising, 

a polyfluoro copolymer prepared from an 
amount of a first monomer selected from the 
group consisting of vinylidenefluoride and 

25 tetrafluoroethyiene, and an amount of a second 

monomer other than the first monomer, said 
second monomer being capable of providing 
elastomeric properties to the polyfluoro copol- 
ymer, wherein the amounts of the first monomer 

30 and the second monomer are effective to pro- 

vide said coating with properties sufficient for 
use in coating implantable medical devices 
when said coated medical device is subjected 
to a maximum temperature of less than about 

35 l00°C;and 

a solvent in which said polyfluoro copolymer is 
substantially soluble. 

10. The coating of claim 9, wherein said copolymer is 
40 prepared with from about 50 to about 85 weight per- 
cent of the first monomer, and from about 50 to 
about 15 weight percent of the second monomer, 
based on total monomer weight used to prepare 
said copolymer. 

45 

11. The coating of dalm 9, wherein said copolymer is 
prepared with from about 55 to about 70 weight per- 
cent vinylidenefluoride, and from about 45 to about 
30 weight percent of the second monomer, based 

so on total monomer weight used to prepare said co- 
polymer. 

12. The coating of claim 9, wherein said copolymer is 
prepared with from about 55 to about 65 weight per- 

55 cent vinylidenefluoride, and from about 45 to about 
35 weight percent of the second monomer, based 
on total monomer weight used to prepare said co- 
polymer. 
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13. The coating of claim 9 wherein said second mono- 
mer is selected from the group consisting of hex- 
afiuoropropylene, tetrafluoroethylene, vinylidene- 
fluoride, 1 -hydropentafluoropropylene, perfluoro 
(methyl vinyl ether), chlorotrifluoroethylene, pen- 5 
tafluoropropene, trifluoroethylene, hexafluoroace- 
tone and hexafiuoroisobutylene. 

14. The coating of claim 12 wherein said second mon- 
omer is hexafluoropropylene 10 

15. The coating of daim 9, further comprising a thera- 
peutic and/or pharmaceutical agent. 

16. The coating of claim 9 comprising a polyvinyliden- is 
efiuoride copolymer effective to provide said coat-. 

ing with properties sufficient for use in coating im- 
plantable medical devices when said coated device 
is subjected to a maximum temperature of less than 
about 65°C. 20 

17. The coating of claim 9 wherein said solvent is se- 
lected from the group consisting of dimethylaceta- 
mide, N.N-dimethylformamide, dimethyl sulfoxide, 
N-methylpyrrolldone, tetrahydrofuran, methylethyl- & 
ketone and acetone. 

18. A film prepared from the coating of claim 9. 

19. A film prepared from the coating of claim 1 5. 30 

20. A film according to claim 1 8 wherein the polyfiuoro 
copolymer is crossiinked. 

21 . A film according to daim 1 .8 wherein the polyfiuoro 35 
copolymer is crosslinkad. 
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